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PROCESSES

Casting
the

Pattern
p. 66

Removing

the

Flask

Cooling
the

Casting
p. 67

Removing

the

Casting

Washing

the

Casting

Pickling

Sawing

p. 31

Filing

p. 25

Preparing
the Box
for a
Gypsy
Setting
Cleaning

Release the carrier when the metal reaches a
fluid state.

Remove the flask from the carrier.
Cool the casting by degrees in water.

FINISHING

Remove the casting from the investment.

Wash the casting in water to remove the in-
vestment.

Clean in pickle.

Saw off any excess metal attached to the casting

with the jeweler's saw blade.

File the casting to remove any roughness if

necessary.   File the inside of the ring with a

six-inch half round file.

File away the metal around the top of the bezel

at the angle.   Keep the* original depth of the

metal around the stone as shown in Fig. 62.

Remove any scratches with the file and scotch
stone.